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PROCESSES

Firing                   Fire the enamel' until it fuses.
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Removing              Remove any flaws from the enameled surface.

Flaws
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Recharging            Recharge and refire the enamel.    This may

and                       have to be done several times until the enamel

Re firing                 is flush with the top of the cloisons.

Finishing               Finish the enameled surface,
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BASSETAILLE ENAMEL

Bassetaille enamel is much like champleve enamel. The design
is carved or executed in repousse in low relief about %0 inch below
the surface. Transparent enamel is fused over the design, possibly
several times, until a uniform surface is obtained. For this method
gold or silver should be used as the reflecting quality is better than
copper. The design may be concave or convex and must be exe-
cuted with great care; interesting shadow effects are obtained as
the depth of the enamel varies. One or more colors may be used.

The following metal sheet and enamel are required:
Silver or gold sheet, 18-gauge or heavier! for a carved
Copper sheet, 18-gauge or heavier      J design

Silver or gold 26- or 27-gauge     }

Copper 24-or 25-gauge               f for a iqwusrf design

Transparent enamel

PROCESSES

Preparing              Prepare the metal.

the

Metal
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